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Description 



The present invention relates to a process for producing olefin polymers by use of a polymerization catalyst com- 
prising a metallocene, an organoaluminum compound, and an ionic compound. 

The present invention also relates to a process for producing olefin polymers by use of a polymerization catalyst 
comprising an ionic metallocene and an organoaluminum compound. 

The polymerization of ethylene or an a-olefin by a low-pressure Ziegler process is well known in the art. The 
catalyst therefor is prepared by mixing an organometallic compound or a hydride of an element of the 1 A to 3A Group 
of the Periodic Table with a compound of a transition metal (an element of the 3B to 2B Group of the Periodic Table), 
and treating the mixture in suspension or solution or in the absence of a diluent or a solvent. 

Known special kinds of catalysts active for olefin polymerization include combinations of aluminoxane with a cy- 
clopentadienyl derivative of a metal of the 4B Group, namely titanium, zirconium, and hafnium. Such catalysts are 
disclosed in the literature "Ziegler-Natta catalyst and polymerization", Academic Press, New York (1979); Adv. Orga- 
nomet. Chem. 1899 (1980). Such catalysts advantageously exhibit high catalytic activity and are capable of producing 
stereoregular polyolefins. However, these catalysts have not been used in industrial polymerization, mainly because 
the aluminoxane cannot readily be synthesized in a reproducible manner and therefore also the catalysts and the 
polymers cannot be prepared reproducibly. 

A catalyst which offsets such problems is disclosed in JP-A-3-207704, 

which describes a bis(cyclopentadienyl)metal compound prepared by reaction of a metallocene with an ionic com- 
pound and the use of the resulting complex as a polymerization catalyst. This catalyst, however, is not satisfactory in 
the catalyst activity. 

Thus, it is an object of the present invention to solve the above problems of the olefin polymerization catalyst 
employing a metallocene and an organoaluminum compound, and to provide a novel catalyst for polymerization of 
ethylene or a-olefin. 

Another object of the present invention is to provide a process for polymerization of ethylene or a-olefin by use of 
the above novel catalyst system. 

The first object has been achieved by an olefin polymerization catalyst system which comprises a metallocene 
compound (A), an organoaluminum compound (B), and an ionic compound (C) as catalyst components: 
the metallocene compound (A) being represented by the general formula (1) below: 



where Cp 1 , and Cp 2 are independently a substituted or unsubstituted cyclopentadienyl groups: R 1 is an alkylene group 
having 1 to 20 carbons, a dialkylsilylene group, a dialkylgermanylene group, an alkylphosphindiyl group, or an alkylimino 
group which crosslink Cp 1 and Cp 2 ; m is 0 or 1 ; M is titaniun, zirconium, or hafnium; and X is fluorine, chlorine bromine, 
iodine, an alky! group, or an aryl group; the organoaluminum compound (B) being represented by the general formula 



where each of the R 2 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl group, 
and at least of one the R 2 groups is an alkyl group; and the ionic compound (C) being represented by the general 
formula (3) below: 




(2): 



AI(R 2 ) 3 



(2) 



[C] [A] 



(3) 



where [C] is a cation and [A] is an anion; 

the catalyst system further containing a boron compound (D) represented by the general formula (4) below: 
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B(R 3 ) 3 W 

where each of the R3 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl group, 
in an amount of from 0.01 mol to 0.8 mol per mol of the metallocene compound (A). 

This object is also achieved by an olefin polymerization catalyst which comprises an ionic metallocene compound 
(a), and an organoaluminum compound (b) as catalyst components: the ionic metallocene compound (a) being repre- 
sented by the general formula (5) below. 



■ CP 1 



R 1 * ^M-R 4 - ] [A] (5) 



where Cp*, Cp2, FP, m, and M are the same as defined in the formula (1), R 4 is an alkyl group or an aryl group, and 
[A] is an anion; and 

the organoaluminum compound (b) being represented by the general formula (2): 

AI(R 2 ) 3 (2) 

where R 2 is as defined above, and at least one of the R 2 groups is an alkyl group: 

the catalyst system further containing a boron compound represented by the general formula (4) below: 

B(R 3 ) 3 < 4 > 

where R3 is as defined above; in an amount of from 0.01 mol to 0.8 mol per mol or the ionic metallocene compound (a). 

The second object of the present invention is achieved by the provision of a process for the polymerization of 
ethylene or a-olefin employing the aforementioned catalyst system comprising a metallocene, an organoaluminun 
compound, an ionic compound, and a boron compound, or a catalyst system comprising an ionic metallocene, an 
organoaluminum compound, and a boron compound. 

The process for producing an olefin polymer, according to an aspect of the present invention, employs a polym- 
erization catalyst system which comprises a metallocene compound (A), an organoaluminum compound (B), and an 
ionic compound (C) as catalyst components: 

the metallocene compound (A) being represented by the general formula (1) below. 



where Cp' and Cp 2 are independently a substituted or unsubstituted cyclopentadienyl group; R 1 is an alkylene group 
having 1 to 20 carbons.a dialkylsilylene group, a dialkylgermanylene group, an alkylphosphindiyl group, or an alkylimmo 
group which crosslink Cp 1 and Cp 2 ; m isO or 1 ; M is titanium, zirconium, or hafnium; and X is fluorine, chlorine, bromine, 
iodine, an alkyl group, or an aryl group; the organoaluminum compound (B) being represented by the general formula 

(2): 

AI(R 2 ) 3 . (2) 

where each of the R 2 groups is independently a halogen, hydrogen, an alkyl group, alkoxy group, or an aryl group, 
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and at least of one the R 2 groups is an alkyl group; and the ionic compound (C) being represented by the general 
formula (3) below: 

[C][A] ( 3 ) 

5 

where [C] is a cation and [A] is an anion; ,«l^,„,„. 
the catalyst system further containing a boron compound (D) represented by the general formula (4) below. 

10 B(R 3 ) 3 W 

where each of the R3 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl group, 
in an amount of from 0.01 mol to 0.8 mol per mol of the metallocene compound (A). 
is The process for producing an olefin polymer, according to another aspect of the present invention, employs an 

olefin polymerization catalyst which comprises an ionic metallocene compound (a), and an organoaluminum compound 
(b) as catalyst components: 

the ionic metallocene compound (a) being represented by the general formula (5) below: 



20 



25 



[ Rl m M-R* j [A] (5) 

where Cp\ Cp 2 , R 1 , m, and M are the same as defined in the formula (1), R 4 is an alkyl group or an aryl group, and 
[A] is an anion: and 

30 the organoaluminum compound (b) being represented by the general formula (2): 

A.(R 2 ) 3 (2) 

35 where R 2 is as defined above, and at least one of the R 2 groups is an alkyl group; 

the catalyst system further containing a boron compound represented by the general formula (4) below: 

B(R 3 ) 3 W 



40 



where R* is as defined above: in an amount of from 0.01 mot to 0.8 mol per mol of the ionic metallocene compound (a). 

The metallocene compound (A) used in the present invention is represented by the general formula (1). 
Specific examples thereof include 

45 bis(cyclopentadienyl)titanium dichloride, 

bis(pentamethylcyclopentadienyl)titanium dichloride, 

ethylenebis(indenyl)titanium dichloride, 

ethylenebis(tetrahydroindenyl)titanium dichloride, 

isopropylidene(cyclopentadienyl)(fluorenyl)titanium dichloride, 
50 dimethylsilylbis(methylcyclopentadienyl)titanium dichloride, 

dimethylsilylbis(2,4-dimethylcyclopentadienyl)titanium dichloride, 

bis(cyclopentadienyl)zirconium dichloride, 

bis(pentamethylcyclopentadienyl)zirconium dichloride, ethylenebis(indenyl)zirconium dichloride, 
ethylenebis(tetrahydroindenyl)zirconium dichloride, isopropylidene(cyclopentadienyl)(fluorenyl)zirconium d.chlo- 
55 r ide, 

dimethylsilylbis(methylcyclopentadienyl)zirconium dichloride, 
dimethylsilylbis(2,4-dimethylcyclopentadienyl)zircontum dichloride, 
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bis(cyclopentadienyl)hafnium dichloride, 

bis(pentamethylcyclopentadienyl)hafnium dichloride, ethylenebis(indenyl)hafnium dichloride, 
ethylenebis(tetrahydroindenyl)hafnium dichloride, 
isopropylidene(cyclopentadienyl)(fluorenyl)hafnium dichloride, 

dimethylsilylbis(methylcyclopentadienyl)hafnium dichloride, dimethylsiiylbis(2,4-dimethylcyclopentadienyl)hafni- 



The ionic metallocene compound (a) employed in the present invention may be prepared, for example, by mixing 
a neutral derivative of a metallocene with an ionic compound (c) in a solvent and, if desired, recovering the product. 
The molar ratio of the neutral metallocene derivative to the ionizable ionic compound used therefore is preferably in 
the range of from 1:0-2 to 1:100, more preferably from 1:1 to 1:10. 

The ionic compound (c) is represented by the general formula (3) below 



where [C] is a cation and [A] is an anion. 

The solvent used in the above reaction includes toluene, hexane, and methylene chloride, but is not limited thereto. 

The neutral metallocene compound used in the preparation of the ionic metallocene compound of the present 
invention is represented by the general formula (6) below: 



wherein Cp\ Cp 2 , R 1 , m, and M are as defined in the general formula (1) or (5), and R 5 is hydrogen, a halogen, an 
amide group, or an alkyl group. 

The specific examples of the neutral metallocene 
compound include 

bis(cyclopentadienyl)titaniumdimethyl, 
bis(pentamethylcyclopentadienyl)titaniumdimethyl, 

ethylenebis(indenyl)titaniumdimethyl, ethylenebis(tetrahydroindenyl)titaniumdimethyl, 
isopropylidene(cyclopentadienyl)(fluorenyl)titaniumdimethyl, 

dimethylsilylbis(methylcyclopentadienyl)titaniumdimethyl, dimethylsilylbis(2,4-dimethylcyclopentadienyl)titanium- 
dimethyl, 

bis(cyclopentadienyl)zirconiumdimethyl, 

bis(pentamethylcyclopentadienyl)zirconiumdimethyl, 

ethylenebis(indenyl)zirconiumdimethyl, 

ethylenebis(tetrahydroindenyl)zirconiumdimethyl, 

isopropylidene(cyclopentadienyl)(fluorenyl)zirconiumdimethyl, 

dimethylsilylbis(methylcyclopentadienyl)zirconiumdimethyl, 

dimethylsilylbis(2 l 4-dimethylcyclopentadienyl)zirconiumdimethyl, 

bis(cyclopentadienyl)hafniumdimethyl, 

bis(pentamethylcyclopentadienyl)hafniundimethyl, 

ethylenebis(indenyl)hafniumdimethyl, 

ethylenebis(tetrahydroindenyl)hafniumdimethyl, 

isopropylidene(cyclopentadienyl)(fluorenyl)hafniumdimethyl, dimethylsilylbis(methylcyclopentadienyl)hafnium- 
dimethyl, and dimethylsilylbis(2,4-dimethylcyclopentadienyl)hafniumdimethyl. 

The organoaluminum compound (B) or (b) is represented by the general formula (2). specific examples thereof 
include trimethylaluminum, triethylaluminum, triisopropylaluminum, tri(n-propyl)aluminum, 



urn dichloride. 



[C] [A] 



(3) 




(6) 



triisobutylaluminum, tri(n-butyl)aluminum, 
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tri(n-hexyl)aluminum, tri(n-octyl)aluminum, 
dimethylaluminum chloride, diethylaluminum chloride, 
diisopropylaluminum chloride, di(n-propyl)aluminum chloride, 
dnsobutylaluminum chloride, di(n-butyl)aluminum chloride, 
dimethylaluminum ethoxide, diethylaluminum ethoxide, 
diisopropylaluminum ethoxide, di(n-propyl)aluminum ethoxide, 
dnsobutylaluminum ethoxide, di(n-butyl)aluminum ethoxide, 
dimethylaluminum hydride, diethylaluminum hydride, 
diisopropylaluminum hydride, di(n-propyl)aluminum hydride, 
dnsobutylaluminum hydride, and di(n-butyl)aluminum hydride. 

The ionic compound (C) or (c) is represented by the general formula (3). It is preferred that the ionic comoound 
readily d.ssociates. The specific examples thereof include tri(n-buty.)ammonium ,etrakis(p -tolyOborate 

tri(n-butyl)ammonium tetrakis(m-tolyl)borate, 
tri(n-butyl)ammonium tetrakjs(2,4-dimethylphenyl)borate, 
tri(n-butyl)ammonium tetrakis(3,5-dimethy!phenyl)borate! 
tri(n-butyl)ammonium tetrakis(pentafluorophenyl)borate, ' 
N,N-dimethylanilinium tetrakis(p-tolyl)borate, 
N.N-djmethylanilinjum tetrakis(m-tolyl)borate, 
N,N-dimethylanilinium tetrakis(2,4-dimethylphenyl)borate, 
N.NHdimethylanilinium tetrakis(3,5-dimethylphenyl)borate! 
N.N-dimethylaniliniumtetrakislpentafluorophenylJborate/triph 

tnphenylcarbenium tetrakis(m-tolyl)borate ) roiyyooraie, 

triphenylcarbeniumtetrakis(2 l 4-dimethylphenyl)borate, 

triphenylcarbeniumtetrakis(3,5-djmethylphenyl)borate! 

triphenylcarbenium tetrakis(pentafluorophenyl)borate, 

tropylium tetrakis(p-tolyl)borate, 

tropylium tetrakis(m-tolyl)borate. 

tropyljumtetrakis(2,4-dimethylphenyl)borate, 

tropylium tetrakis^.S^imethylphenyOborate, and 

tropylium tetrakis(pentafluorophenyl)borate. 

luorato^n?^ <D> t l ^T"^ ^ ^ 9eneral iM (4) ' The S > ecific exam P |es thereof include trif- 
ZT' ° r ° b ° rane - tr 'bromoborane, trimethylborane, triethylborane, triisopropylborane trifn-propyhborane 
tmsobutylborane, tr.(n-butyl)borane, triphenylborane, and tri(pentafluorophenyl)borane Propyl)borane, 

to to 3 m° o ; / ? n0alUminUm C ° mPOUnd ^ Pr6Sent inVenti ° n iS US6d Preferab| y at a ^centration of from 10* mol/l 
The olefin specifically includes a-olefins such as ethylene, propylene, 1-butene, 4-methyl-1 -pentene 1-hexane 
andl-octene. Also a mixture of two or more of the olefins may be polymerized. Furthe theoJn^™v^S 
with a conjugated or non-conjugated diene such as butadiene, 1 ,6-hexadiene, 1 ,4-pentadiene 1 7 ^ldZf?8non 
taZe. and1 ' 9 - deCadiene;S * r6 ^ 

The polymerization of olefins according to the present invention is conducted by any known process for olefin 
polymerization with a metallocene compound. The polymerization is conducted, for example i 21 Tn a slur^r in 
a gas phase at a temperature of from -80'C to 250 -Q preferably from 25°C to 80°C * 
oound 'Ir,'!!!^ 1 ° f the , present invention ' the olefi " ^ polymerized, for example, by mixing the metallocene com- 
cZl l^ t ° rga : oaluminum com P° und (B) with an olefin, and the ionic compound (C) containing the boron 
compound (D) is brought into contact with the above mixture. In the olefin polymerization the molar rat o o thJ 1? 

to VI o ne T C h °T Und (A> ,0 i0niC COmP ° Und (C) iS n ° rma,| y in the °< ^orn 0 2 to 00 pre fe ab* from 1 " 
11 ? ,T C ° mP0Und P) iS 3dded in an am ° unt of from 0 01 ™' to 0-8 mol. preferably rom 0 05 mol to 0 5 
mo per mol of the metallocene compound (A). Thereby the activity of the catalyst system is area K Proved £ , h f 
contrary, ,f the boron compound (D) is used in an amount of less than 0 01 md or rrorT han C 1 8 I 
metallocene compound (A), the catalyst activity is extremely low P m °' 3t the 

inr JH o 6 S6COn ^ aSp f 1 of ,he P resent inven,io ". *he o'efin is polymerized, for example, by preparing an ionic metal- 
a bo^nT P ° U j 3) b l miXin9 3 neU,ra ' metallocene de "vative with an ionic compound in a solvent adZ thereto 
a boron compound, and bnnging the mixture into contact with a mixture of an organoaluminum compound b) and an 
olefm. ,n the olefm polymerization, the boron compound is added in an amount of from 0.01 mo, 0.8 mof preferably 
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from 0.05 mol to 0.5 mol per mol of the ionic metallocene compound (a). Thereby the activity of the catalyst system is 
greatly improved. On the contrary, if the boron compound is used in an amount of less than 0.01 mol, or more than 0,8 
mol per mol of the ionic metallocene compound (a), the catalyst activity is extremely low. 

The present invention is described in more detail by reference to examples without limiting the invention in any way. 



Example 1 

In a 2-liter autoclave, 500 ml of toluene was placed. Thereto 0.66 mmol of triethylaluminum was added, and the 
mixture was stirred for 10 minutes. To this solution, a solution of 1 .3 junol of ethylenebis(indenyl)zirconium dichloride 
in 1 ml of toluene was added, and the mixture was stirred for 20 minutes. Then 500 ml of propylene was introduced, 
and the mixture was stirred for 10 minutes. Further, 1.3 nmol of N,N-dimethylanilinium tetrakis(pentafluorophenyl) 
borate and 0.13 \xmo\ of tris(pentafluorophenyl)borane were pressed into the autoclave with 10 ml of toluene, and 
polymerization was allowed to proceed at 40°C for one hour. The reaction product was dried in vacuo at about 70°C 
for 6 hours. Thus 160 g of propylene polymer was obtained. 

Comparative Example 1 

Polymerization was conducted in the same manner as in Example 1 except that tris(pentafluorophenyl)borane 
was not added. Thereby 95 g of propylene polymer was obtained. 

Comparative Example 2 

Polymerization was conducted in the same manner as in Example 1 except that the amount of tris(pentafluoroph- 
enyl)borane was changed to 1.3 ^mol. Thereby 21 g of propylene polymer was obtained. 



Example 2 

In a 2-liter autoclave, 500 ml of toluene was placed. Thereto 0.66 mmol of triethylaluminum was added, and the 
mixture was stirred for 10 minutes. To this solution, a solution of 5 ^imol of isopropylidene(cyclopentadienyl)(fluorenyl) 
zirconium dichloride in 1 ml of toluene was added, and the mixture was stirred for 20 minutes. Then 500 ml of propylene 
was introduced thereto, and the mixture was stirred for 10 minutes. Further, 6.6 \imo\ of N,N-dimethylanilinium tetrakis 
(pentafluorophenyl)borate and 0.66 nmol of tris(pentafluorophenyl)borane were pressed into the autoclave with 1 0 ml 
of toluene, and polymerization was allowed to proceed at 40°C for one hour. The reaction product was dried in vacuo 
at about 70°C for 6 hours. Thus 95 g of propylene polymer was obtained. 

Comparative Example 3 

Polymerization was conducted in the same manner as in Example 2 except that tris(pentafluorophenyl)borane 
was not added. Thereby 20 g of propylene polymer was obtained. 



Comparative Example 4 

Polymerization was conducted in the same manner as in Example 2 except that the amount of tris(pentafluoroph- 
enyl)borane was changed to 6.6 ^imol. Thereby 1 5 g of propylene polymer was obtained. 



Example 3 

A solution of 0.66 mmol triethylaluminum in 5 ml of toluene was placed in a 2-liter autoclave as the reactor. The 
temperature of the reactor was controlled to be at 70°C. Therein, 1 .4 liters of propylene was introduced, and the mixture 
was stirred at a rate of 1200 rpm for 10 minutes. 

6.6 jimol of N.N-dimethylanilinium tetrakis(pentafluorophenyl)borate and 0.66 ^mol of tris(pentafluorophenyl)bo- 
rane were dissolved in 10 ml of toluene. Separately, 5 ^mol of ethylenebis(indenyl)zirconiumdimethyl was dissolved 
in 10 ml of toluene. These solutions were mixed and stirred at room temperature for 5 minutes. 

The resulting catalyst mixture was charged into the reactor with nitrogen pressure. Thereby the temperature in the 
reactor rose up to 75°C. At the end of the polymerization reaction, the reactor was cooled, and the unreacted propylene 
gas discharged from the reactor. The reaction product was dried in vacuo at about 70°C for 6 hours. Thus 695 g of 
propylene polymer was obtained. 



EP 0 570 982 B1 



Comparative Example 5 

Polymerization was conducted in the same manner as in Example 3 except that tris(pentafluorophenyl)borane 
was not added. Thereby 116 g of propylene polymer was obtained. 

Comparative Example 6 

Polymerization was conducted in the same manner as in Example 3 except that the amount of tris(pentafluoroph- 
enyl)borane was changed to 6.6 |imol. Thereby 25 g ot propylene polymer was obtained. 



A solution of 0.66 mmol triethylaluminum in 5 ml of toluene was placed in a 2-liter autoclave as the reactor. The 
temperature of the reactor was controlled to be at 70°C. Therein, 1 .4 liters of propylene was introduced, and the mixture 
was stirred at a rate of 1200 rpm for 10 minutes. 

72 |imol of N, N-dimethylanilinium tetrakis(pentafluorophenyl)borate and 7.2 jamol of tris(pentafluorophenyl)borane 
were dissolved in 10 ml of toluene. Separately, 55 ^mol of isopropylidene(cyclopentadienyl)(fiuorenyl)zirconiumdime- 
thyl was dissolved in 10 ml of toluene. These solutions were mixed and stirred at room temperature for 5 minutes. 

The resulting catalyst mixture was charged into the reactor with nitrogen pressure. Thereby the temperature in the 
reactor rose up to 75°C. At the end of the polymerization reaction, the reactor was cooled, and the unreacted propylene 
was discharged from the reactor. The reaction product was dried in vacuo at about 70°C for 6 hours. Thus 410 g of 
propylene polymer was obtained. 

Comparative Example 7 

Polymerization was conducted in the same manner as in Example 4 except that tris(pentafluorophenyl)borane 
was not added. Thereby 90 g of propylene polymer was obtained. 

Comparative Example 8 

Polymerization was conducted in the same manner as in Example 4 except that the amount of tris(pentafluoroph- 
enyl)borane was changed to 72 nmol. Thereby 45 g of propylene polymer was obtained. 

As described above, olefin polymers were produced with high efficiency with a high catalyst activity by use of a 
catalyst comprising a metallocene compound, an organoaluminum compound, and an ionic compound together with 
a boron compound, or a catalyst comprising an ionic metallocene compound, an organoaluminum compound, and a 
boron compound. 



1. A process for producing an olefin polymer by use of a polymerization catalyst system, which comprises a metal- 
locene compound(A), an organoaluminum compound (B), and anionic compound (C) as catalyst components: 
the metallocene compound (A) being represented by the general formula (1) below: 



where Cp 1 , and Cp 2 are independently a substituted or unsubstituted cyclopentadienyl group; R 1 is an alkylene 
group having 1 to 20 carbons, a dialkylsilylene group, a dialkylgermanylene group, an alkylphosphindiyl group, or 
an alkylimino group which crosslink Cp 1 and Cp 2 ; m is 0 or 1 ; M is titanium, zirconium, or hafnium; and X is fluorine, 
chlorine, bromine, iodine, an alkyl group, or an aryl group; the organoaluminum compound (B) being represented 
by the general formula (2): 



Example 4 



Claims 
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AI(R 2 ) 3 I 2 * 



where each of the R2 groups is independently a halogen, hydrogen, an alkyi group, an alkoxy group, or an aryl 
group, and at least of one of the R* groups is an alkyl group; and the ionic compound (C) being represented by 
the general formula (3) below: 



[C][A] 



(3) 



where [CI is a cation and (A] is an anion; 

the catalyst system further containing a boron compound (D) represented by the general formula (4) below 



B(R 3 ) 3 W 



where each of the R* groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl 
group, in an amount of from 0.01 mol to 0.8 mol per mol of the metallocene compound (A). 

2 A process for producing an olefin polymer according to claim 1 , wherein the catalyst system contains the boron 
compound (D) in an amount of from 0.05 mol to 0.5 mol per mol of the metallocene compound (A). 

3 A process for producing an olefin polymer according to claim 1 or 2, wherein the metallocene compound (A) and 
' the organoaluminum compound (B) are mixed with the olefin, and the mixture is brought into contact w.th the .on.c 

compound (C) containing the boron compound (D). 

4 A process for producing an olefin polymer by use of a polymerization catalyst system, which comprises an ionic 
metallocene compound (a), and an organoaluminum compound (b) as catalyst components: 

the ionic metallocene compound (a) being represented by the general formula (5) below: 

where Cpi and Cp2 are independently a substituted or unsubstituted cyclopentadienyl group; Ri is an alkylene 
group a dialkylsilylene group, a dialkylgermanylene group, an alkylphosphindiyl group, or an alkyHm.no group, R 
having 1 to 20 carbons and crosslinking Cpi and Cp*; m is 0 or 1; R^ is an alkyl group or an aryl group; M .s 
titanium, zirconium, or hafnium; and [A] is an anion; and 

the organoaluminum compound (b) being represented by the general formula (2): 



AI(R') 



2. (2) 



where each of the R2 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl 
group, and at least one of the R2 groups is an alkyl group; the catalyst system further containing a boron compound 
represented by the general formula (4) below: 



B(R 3 ) 3 W 



where each of the R 3 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl 
group, in an amount of from 0.01 mol to 0.8 mol per mol of the ionic metallocene compound (a). 

5. A process for producing an olefin polymer according to claim 4, wherein the catalyst system contains the boron 
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compound in an amount of from 0.05 mol to 0.5 mol per mol of the ionic metallocene compound (A). 

6. A process for producing an olefin polymer according to claim 4 or 5, wherein the ionic metallocene compound (a) 
is added to the boron compound, and the resulting mixture is brought into contact with the organoaluminum com- 
pound and the olefin. 

7. A process for producing an olefin polymer according to any of claims 1 to 6, wherein the boron compound is 
selected from trifluoroborane, trichloroborane, tribromoborane, triphenylborane, and tris(pentafluorophenyl)bo- 
rane. 

8. A process for producing an olefin polymer according to any of claims 1 to 7, wherein the olefin is selected from 
ethylene, propylene, 1-butene, 4-methyM-pentene, 1-hexene, and 1-octene. 

9. A catalyst for polymerization of an olefin, which comprises a metallocene compound (A), an organoaluminum 
is compound (B), and an ionic compound (C) as catalyst components: 

the metallocene compound (A) being represented by the general formula (1) below: 



10 



20 



40 



45 



Rl m y MX 2 (1) 



CP 2 

25 where Cp 1 , and Cp 2 are independently a substituted or unsubstituted cyclopentadienyl group; R 1 is an alkylene 

group having 1 to 20 carbons, a dialkylstlylene group, a dialkylgermanylene group, an alkylphosphindiyl group, or 
an alkylimino group which crosslink Cp 1 and Cp 2 ; m is 0 or 1 ; M is titanium, zirconium, or hafnium; and X is fluorine, 
chlorine, bromine, iodine, an alky! group, or an aryl group; the organoaluminum compound (B) being represented 
by the general formula (2): 

30 

AI(R 2 ) 3 (2) 

where each of the R 2 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl 
35 group, and at least of one of the R 2 groups is an alkyl group; and the ionic compound (C) being represented by 

the general formula (3) below: 



[C] [A] (3) 

where [C] is a cation and [A] is an anion; 

the catalyst system further containing a boron compound (D) represented by the general formula (4) below: 

B(R 3 ) 3 (4) 

where each of the R 3 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl 
group, in an amount of from 0.01 mol to 0.8 mol per mol of the metallocene compound (A). 

50 10. A catalyst for polymerization of an olefin, which comprises an ionic metallocene compound (a), and an organoa- 
luminum compound (b) as catalyst components: 

the ionic metallocene compound (a) being represented by the general formula (5) below: 



55 
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i R\ M-R* 3 [A] (5) 

where Cpi and Cp* are independently a substituted or unsubstituted cyclopentadienyl group; R 1 is an alkylene 
croup having 1 to 20 carbons, a dialkylsilylene group, a dialkylgermanylene group, an alkylphosphindiyl group, or 
an alkylimino group, Ri crosslinking Cp' and Cp2; m is 0 or 1 ; * is an alkyl group or an aryl group; M is trtanium, 
zirconium, or hafnium; and [A] is an anion; and 

the organoaluminum compound (b) being represented by the general formula (2): 



AI(R') 



2, (2) 



where each of the R2 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl 
group, and at least one of the R2 group is an alkyl group; the catalyst system further containing a boron compound 
represented by the general formula (4) below: 



B(R 3 ) 3 W 



where each of the R3 groups is independently a halogen, hydrogen, an alkyl group, an alkoxy group, or an aryl 
group, in an amount of from 0.01 mol to 0.8 mol per mol of the ionic metallocene compound (a). 



Patentanspruche 

1 Verfahren zur Herstellung eines Olefinpolymers unter Verwendung eines Katalysatorsystems fur die Polymerisa- 
tion umfassend eine Metallocenverbindung (A), eine Organoaluminiumverbindung (B) und eme .onische Verb.n- 
dung (C) als Katalysatorkomponenten, wobei die Metallocenverbindung (A) durch die nachstehende allgemeine 
Formel (1) wiedergegeben ist: 

R'„ MX, (1) 

in der Co* und Cp2 unabhangig voneinander substituierte oder unsubstituierte Cyclopentadienylgruppen sind; Ri 
ein Alkylenrest mit 1 bis 20 Kohlenstoffatomen, ein Dialkylsilylen-, Dialkylgermanylen-, Alkylphosphindiyl- oder 
Alkyliminorest ist, der Cp' und Cp2 verbindet; m 0 oder 1 ist; M ein Titan-, Zirconium- oder Hafniumatom ist und 
X ein Fluor-, Chlor-, Brbm- oder lodatom, ein Alkyl- oder Arylrest ist; wobei die Organoaluminiumverbindung (B) 
durch die allgemeine Formel (2) wiedergegeben ist: 



AI(R'). 



2, (2) 



in der jeder der Reste R2 unabhangig ein Halogen- oder Wasserstoffatom, ein Alkyl-, Alkoxy- oder Arylrest ist und 
mindestens einer der Reste R2 ein Alkylrest ist; wobei die ionische Verbindung (C) durch die nachstehende allge- 
meine Formel (3) wiedergegeben ist: 



[CIA] 



(3) 
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in der [C] ein Kation und [A] ein Anion ist; 

wobei das Katalysatorsystem auGerdem eine Borverbindung (D) der nachstehenden allgemeinen Formel (4) in 
einer Menge von 0.01 mol bis 0.8 mol pro mol der Metallocenverbindung (A) enthalt: 

B(R 3 ) 3 (4) 

wobei jeder der Reste R 3 unabhangig ein Halogen- oder Wasserstotfatom, ein Alkyl-, Alkoxy- oder Arylrest ist. 

2. Verfahren zur Herstellung eines Olefinpolymers nach Anspruch 1 , wobei das Katalysatorsystem die Borverbindung 
(D) in einer Menge von 0.05 mol bis 0.5 mol pro mol der Metallocenverbindung (A) enthalt. 

3. Verfahren zur Herstellung eines Olefinpolymers nach Anspruch 1 oder 2, wobei die Metallocenverbindung (A) und 
die Organoaluminiumverbindung (B) mit dem Olefin gemisch werden und das Gemisch mit der ionischen Verbin- 
dung (C), die die Borverbindung (D) enthalt, in Kontakt gebracht wird. 

4. Verfahren zur Herstellung eines Olefinpolymers unter Verwendung eines Katalysatorsystems fur die Polymerisa- 
tion, umfassend eine ionische Metallocenverbindung (a) und eine Organoaluminiumverbindung (b) als Katalysa- 
torkomponenten, 

wobei die ionische Metallocenverbindung (a) durch die nachstehende allgemeine Formel (5) wiedergegeben ist: 

[R' m M-R 4 ] [A] (5) 

in der Cp 1 und Cp 2 unabhangig voneinander substituierte oder unsubstituierte Cyclopentadienylgruppen sind; R 1 
ein Alkylenrest, ein Dialkylsilylen-, Dialkylgermanylen-, Alkylphosphindiyl- oder Alkyliminorest ist, wobei R 1 1 bis 
20 Kohlenstoffatome enthalt und Cp 1 und Cp 2 verbinde't; m 0 oder 1 ist; R 4 ein Alkyl- oder Arylrest ist; M ein Titan-, 
Zirconium- oder Hafniumatom ist und [A] ein Anion ist; 

wobei die Organoaluminiumverbindung (b) durch die allgemeine Formel (2) wiedergegeben ist: 

AI(R 2 ) 3 (2) 

in der jeder der Reste R 2 unabhangig ein Halogen- oder Wasserstotfatom, ein Alkyl-, Alkoxy- oder Arylrest ist und 
mindestens einer der Reste R 2 ein Alkylrest ist; 

wobei das Katalysatorsystem auGerdem eine Borverbindung der nachstehenden allgemeinen Formel (4) in einer 
Menge von 0.01 mol bis 0.8 mol pro mol der Metallocenverbindung (a) enthalt: 



B(R 3 ) 3 W 
wobei jeder der Reste R 3 unabhangig ein Halogen- oder Wasserstotfatom, ein Alkyl-, Alkoxy- oder Arylrest ist. 

5. Verfahren zur Herstellung eines Olefinpolymers nach Anspruch 4, wobei das Katalysatorsystem die Borverbindung 
in einer Menge von 0.05 mol bis 0.5 mol pro mol der ionischen Metallocenverbindung (A) enthalt. 

6. Verfahren zur Herstellung eines Olefinpolymers nach Anspruch 4 oder 5, wobei die ionische Metallocenverbindung 
(a) zu der Borverbindung gegeben wird und das so erhaltene Gemisch mit der Organoaluminiumverbindung und 
dem Olefin in Kontakt gebracht wird. 

7. Verfahren zur Herstellung eines Olefinpolymers nach einem der Anspruche 1 bis 6, wobei die Borverbindung aus 
Trifluorboran, Trichlorboran, Tribromboran, Triphenylboran und Tris(pentafluorphenyi)boran ausgewahlt wird. 
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8. Vertahren zur Herstellung eines Olefinpolymers nach einem der Anspruche 1 bis 7, wobei das Olefin aus Ethylen, 
Propylen, 1-Buten, 4-Methyl-1-penten, 1-Hexen und 1-Octen ausgewahlt wird. 

9. Katalysator fur die Polymerisation eines Olefins, umfassend eine Metallocenverbindung (A), eine Organoalumini- 
umverbindung (B) und eine ionische Verbindung (C) als Katalysatorkomponenten, 

wobei die Metallocenverbindung (A) durch die nachstehende allgemeine Formel (1) wiedergegeben ist: 



Rm .MX 2 (1) 

Cp 2 



in der Cp 1 und Cp2 unabhangig voneinander substituierte oder unsubstituierte Cyclopentadienylgruppen sind; R 
ein Alkylenrest mit 1 bis 20 Kohlenstoffatomen, ein Dialkylsilylen-, Dialkylgermanylen-, Alkylphosphmdiyl- oder 
Alkyliminorest ist, der Cpi und'Cp* verbindet; m 0 oder 1 ist; M ein Titan-, Zirconium- oder Hafniumatom ist und 
X ein Fluor-, Chlor-, Brom- oder lodatom, ein Alkyl- oder Arylrest ist; wobei die Organoaluminiumverbindung (B) 
durch die allgemeine Formel (2) wiedergegeben ist: 



AI(R 2 ) 3 (2) 



in der jeder der Reste R* unabhangig ein Halogen- oder Wasserstoffatom, ein Alkyl-, Alkoxy- oder Arylrest ist und 
mindestens einer der Reste R2 ein Alkylrest ist; wobei die ionische Verbindung (C) durch die nachstehende allge- 
meine Formel (3) wiedergegeben ist: 



[CIA] 



(3) 



in der [C] ein Kation und [A] ein Anion ist; 

wobei das Katalysatorsystem auBerdem eine Borverbindung (D) der nachstehenden allgemeinen Formel (4) in 
einer Menge von 0.01 mol bis 0.8 mol pro mol der Metallocenverbindung (A) enthalt: 

B(R 3 ) 3 W 
wobei jeder der Reste R3 unabhangig ein Halogen- oder Wasserstoffatom, ein Alkyl-, Alkoxy- oder Aiylrest ist. 

10 Katalysator fur die Polymerisation eines Olefins, umfassend eine ionische Metallocenverbindung (a) und eine 
Organoaluminiumverbindung (b) als Katalysatorkomponenten, wobei die ionische Metallocenverbindung (a) durch 
die nachstehende allgemeine Formel (5) wiedergegeben ist: 

CP 1 
/ \ 

[ R 1 ,,, M-R 4 ] [A] (5) 

in der Cp 1 und Cp2 unabhangig voneinander substituierte oder unsubstituierte Cyclopentadienylgruppen sind; R 1 
ein Alkylenrest mit 1 bis 20 Kohlenstoffatomen, ein Dialkylsilylen-, Dialkylgermanylen-, Alkylphosphmdiyl- oder 
Alkyliminorest ist. wobei R 1 Cp' und Cp2 verbindet; m 0 oder 1 ist; R< ein Alkyl- oder Arylrest ist; M em Titan-, 
Zirconium- oder Hafniumatom ist und [A] ein Anion ist; 

wobei die Organoaluminiumverbindung (b) durch die allgemeine Formel (2) wiedergegeben ist: 
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AI(R 2 ) 3 (2) 

in der jeder der Reste R 2 unabhangig ein Halogen- Oder Wasserstoffatom, ein Alkyl-, Alkoxy- oder Arylrest ist und 
mindestens einer der Reste R 2 ein Alkylrest ist; 

wobei das Katalysatorsystem auGerdem eine Borverbindung der nachstehenden allgemeinen Formel (4) in einer 
Menge von 0.01 mol bis 0.8 mol pro mol der Metallocenverbindung (a) enthalt: 



B(R 3 ) 3 (4) 
wobei jeder der Reste R 3 unabhangig ein Halogen- oder Wasserstoffatom, ein Alkyl-, Alkoxy- oder Arylrest ist. 



Revendications 

1. ProcedS pour la preparation d'un polymere d'olSfine en utilisant un systeme de catalyseur de polymerisation qui 
comprend un compose mStallocene (A), un compose organoaluminium (B) et un compose ionique (C) en tant que 
constituants du catalyseur: 

le compose metallocene (A) Stant represents par la formule generate (1 ) ci-dessous: 



C©1 



MX. 



(1) 



Cp2 



dans laquelle Cp 1 et Cp 2 sont independamment un groupe cyclopentadiSnyle substituS ou non-substitue; R 1 est 
un groupe alkylene ayant 1 a 20 carbones, un groupe dialkylsilylene, un groupe dialkylgermanylene, un groupe 
alkylphosphindiyle ou un groupe alkylimino qui comporte des liaisons transversales avec Cp 1 et Cp 2 ; m est 0 ou 
1 ; M est le titane, le zirconium ou le hafnium; et X est le fluor, le chlore, le brome, le iode, un groupe alkyle ou un 
groupe aryle; le compose organoaluminium (B) etant represents par la formule genSrale (2): 



AI(R 2 ) 3 (2) 

ou chacun des groupes R 2 est independamment un halogene, un hydrogene, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, et au moins Tun des groupes R 2 est un groupe alkyle; et le compose ionique (C) etant represents 
par la formule generale (3) ci-apres: 



[C] [A] (3) 

ou [C] est un cation et [A] est un anion; 

le systeme de catalyseur contenant en outre un compose de bore (D) represents par la formule gSnerale (4) ci- 
apres: 

B(R 3 ) 3 (4) 

ou chacun des groupes R 3 est indSpendamment un halogene, un hydrogene, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, dans une quantitS de 0,01 mole a 0,8 mole par mole du compose mStallocene (A). 

2. ProcSdS pour la preparation d'un polymere d'olSfine selon la revendication 1 , dans lequel le systeme de catalyseur 
contient le composS de bore (D) dans une quantitS de 0,05 mol a 0,5 mole par mole du composS mStallocene (A). 
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3 Precede pour la preparation d'un polymere d'olefine selon la revendication 1 ou 2, dans lequel le compose metal- 
locene (A) et le compose organoaluminium (B) sont melanges avec I'olefine, et le melange est mis en contact avec 
le compose ionique (C) contenant le compose de bore (D). 

4 Precede pour la preparation d'un polymere d'olefine en utilisant un systeme de catalyseur de polymerisation qui 
comprend un compose metallocene ionique (a) et un compose organoaluminium (b) en tant que constituants du 
catalyseur: le compose metallocene ionique (a) etant represent par la formule generate (5) ciOessous: 

R 1 * ^ K-R* ] [A] (5) 



5. 



Cp 



2 



dans laquelle Cpi et Cp2 sont independamment un groupe cyclopentadienyle substitue ou non-substitue; FP est 
un groupe alkylene. un groupe dialkylsilylene, un groupe dialkylgermanylene, un groupe alkylphosphindiyle ou un 
qroupe alkylimino, R 1 ayant 1 a 20 carbones et comportant des liaisons transversales avec Cp' et Cp ; m est 0 
ou 1; R 4 est un groupe alkyle ou un groupe aryle; M est le titane, le zirconium ou le hafnium; et [A] est un anion; 
et lecompose organoaluminium (b) etant represente par la formule generale (2): 



AI(R 2 ) 3 (2) 



ou chacun des groupes R2 est independamment un halogene, un hydrogene, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, et au moins run des groupes R* est un groupe alkyle; le systeme de catalyseur contenant en 
outre un compose de bore represente par la formule generale (4) ci-apres: 

B(R 3 ) 3 

ou chacun des groupes R* est independamment un halogene, un hydrogene, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, dans une quantite de 0,01 mole a 0,8 mole par mole du compose metallocene (a). 

Procede pour la preparation d'un polymere d'olefine selon la revendication 4, dans lequel le systeme de catalyseur 
contient le compose de bore dans une quantite de 0,05 mole a 0,5 mole par mole du compose metallocene ionique 
(A). 

6 Procede pour la preparation d'un polymere d'olefine selon la revendication 4 ou 5, dans lequel le compose metal- 
locene ionique (a) est ajoute au compose de bore, et le melange resultant est mis en contact avec le compose 
organoaluminium et I'olefine. 

7 Procede pour la preparation d'un polymere d'olefine selon I'une quelconque des revendications 1 a 6, dans lequel 
le compose de bore est choisi parmi le trifluoroborane, le trichloroborane, le tribromoborane, le triphenylborane 
et le tris(pentafluorophenyl)borane. 

8 Procede pour la preparation d'un polymere d'olefine selon I'une quelconque des revendications 1 a 7, dans lequel 
I'olefine est choisie parmi ('ethylene, le propylene, le 1 -butene, le 4-methyl-1 -pentene, le 1-hexene et le 1 -octene. 

9. Catalyseur pour la polymerisation d'une define, qui comprend un compose metallocene (A), un compose orga- 
noaluminium (B) et un compose ionique (C) en tant que constituants du catalyseur: 
le compose metallocene (A) etant represente par la formule generale (1) ci-dessous: 
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RK 



C P 2 



y ™2 



(i) 



dans laquelle Cp 1 et Cp 2 sont independamment un groupe cyclopentadienyle substituS ou non-substituS; R 1 est 
un groupe alkylene ayant 1 a 20 carbones, un groupe dialkylsilylene, un groupe dialkylgermanylSne, un groupe 
alkylphosphindiyle ou un groupe alkylimino qui comporte des liaisons transversales avec Cp 1 et Cp 2 ; m est 0 ou 
1; M est le titane, le zirconium ou le hafnium; et X est le fluor, le chlore, le brome, le iode, un groupe alkyle ou un 
groupe aryle; le compose organoaluminium (B) Stant represents par la tormule generate (2): 



AI(R 2 ) 3 (2) 

ou chacun des groupes R 2 est independamment un halogene, un hydrogSne, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, et au moins Tun des groupes R 2 est un groupe alkyle; et le compose ionique (C) etant represents 
par la formule generale (3) ci-apres: 

[C] [A] (3) 



ou [C] est un cation et [A] est un anion; 

le systeme de catalyseur contenant en outre un compose de bore (D) represents par la formule gSnSrale (4) ci- 
apres: 

B(R 3 ) 3 (4) 

ou chacun des groupes R 3 est independamment un halogene, un hydrogene, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, dans une quantitS de 0,01 mole a 0,8 mole par mole du compose mStallocene (A). 

10. Catalyseur pour la polymerisation d'une olSfine qui comprend un compose metallocene ionique (a) et un compose 
organoaluminium (b) en tant que constituants du catalyseur: 

le compose metallocene ionique (a) etant represents par la formule genSrale (5) ci-dessous: 

C R 1 . m-r4 ) (A3 < 5 > 



dans laquelle Cp 1 et Cp 2 sont independamment un groupe cyclopentadienyle substituS ou non-substituS; R 1 est 
un groupe alkylene ayant 1 a 20 carbones, un groupe dialkylsilylene, un groupe dialkylgermanylene, un groupe 
alkylphosphindiyle ou un groupe alkylimino, R 1 comportant des liaisons transversales avec Cp 1 et Cp 2 ; m est 0 
ou 1; R 4 est un groupe alkyle ou un groupe aryle; M est le titane, le zirconium ou le hafnium; et [A] est un anion; 
et le composS organoaluminium (b) Stant represents par la formule gSnSrale (2): 



AI(R 2 ) 3 (2) 

ou chacun des groupes R 2 est indSpendamment un halogene, un hydrogene, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, et au moins Tun des groupes R 2 est un groupe alkyle; le systeme de catalyseur contenant en 
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outre un compose de bore represents par la tormule generate (4) ci-aprfes: 



B(R 3 ) 3 <*> 

oil chacun des groupes R 3 est independamment un halogene, un hydrogene, un groupe alkyle, un groupe alcoxy 
ou un groupe aryle, dans une quantity de 0,01 mole a 0,8 mole par mole du compose m6tallocene (a). 
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